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Patent Claims 



A ^pfoce^s for the treatment of flat or tubular 
hydrat^a cellulose shaped articles, which comprises 
allowing at least one cellulase to act on the sur- 
face and then inactivating this cellulase per- 
manently. 

process as^ciaimed in claimQ^T^ wherein the 
cellulase i$Xallowed to act at a pH in the range 
from A.Qy^o 7.5, preferably 4.5 to 7.0. 



The process as claimed in claim^ 1^ wherein the 
cellulase is inactivated by increasing the pH to 
more than 8 and/or increasing the temperature to 
more than 70°C. 



The process as claimed in claim lj, wherein the 
cellulase is allowed to act at a temperature of 50 
to 68°C, preferably up to 60°C, for 20 seconds to 
40 minutes, preferably 2 minutes to 20 minutes. 

The process as claimed in claim/^1,^ wherein the 



f 



cellulase is employed in the formyof an aqueous 
solution with a content of 0.2 to 20% by weight, 
preferably 0.5 to 5% by weight, of cellulase, based 
on the total weight of the solution. 



p. 



A f lg/c or tubular'" shaped ^ar^fe ; icle based on hydrated 
cel/ulose, the surface of which is modified by the 
t ime - limited acti o n_of „3Jt_l.e.a.S-t _o.n e __ c e 1 1 u 1 a s e . 



The shaped article 
produced by the- vv: 
on which the'^^llu 
was still in tKe^g* 




;lai<m 67* 
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aimed in claim HSTf^which is 
e-Qx amine oxide"process^and ; 
-has^acted while the_ce-l~l'ulose 
state . 
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The shaped ^ ar ticJe a^S^sgl aimed in claii^/^7^ which is 
produced by th4 Yi scos 9 or amine oxide process and 



on which the cell 
has been regen 



ila^e^has acted after the cellulose 
ed and dried. 



The tubular shaped article as claimed in clai 
which is modified by the action of the cellulase on 
the inside /and/or, outside . 



The tubular shaped article as claimed in claim 9, 
which has/ subsequently been subjected to the action 



adhes/ve preparation , 



The/ tubular shaped article as claimed in claim 9 or 
10/, which 




ungicidal solution and/or a release or 



v 



is reinforced with a fiber nonwoven, 



p/referably of hemp fibers. 
vThe use) of a t' 



on e or more of c 
preferably as a 




ar shaped article as claimed in 
9 to 11 as a foodstuff casing, 



sage skin. 
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